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© Magnetic recording media. 

© Magnetic recording media has protective layer (14) 
made of high hardness carbon synthesized under a low- 
temperature and a low-pressure by blowing hydrocarbon 
gas plasma to magnetic recording layer (15) and wear 
resistance thereof is made large, therefore high density 
magnetic recording is realized by magnetic recording system 
wherein magnetic head contacts with the magnetic record- 
ing media, and further durability of the magnetic recording 
media is much improved. 



FIG.1 
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TITLE OF THE INVENTION 

Magnetic 'recording media 
FIELD OF THE INVENTION AND RELATED ART STATEMENT 
1. FIELD OF TIIE INVENTION 

The present invention relates generally to 
recording media, and particularly pertains magnetic 
recording media which has thin layer of ferromagnetic 
metal as recording layer by which signals such as of 
video, audio and data are recorded in high density. 
2- DESCRIPTION OF THE RELATED ART 

Recently, a recording media using ferromagnetic 
metal such as Co, Ni, Cr and Fe is drawing attention as 
recording media to realize high density magnetic 
recording, and various invest ivat ions have been made to 
put it to practical, use. 

In the magnetic recording, when spacing is 

f ■ 

brought about between a recording layer and a magnetic 
head as electromagnetic converter, spacing loss is caused 
thereby. Particularly, when recording frequency is high, 
such as, in a high density recording the above-mentioned 
clearance should be made as small as possible, since the 
spacing loss becomes remarkable when the spacing exist. 
In recording or playback of signal of video and audio, the 
magnetic head is usually made to contact with the 
recording media. And further, even in recording of data 
signal, when demand for reliability of recording is not 
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severe, for instance, in case of a floppy disk, the 
recording media can be made to contact with the magnetic 
head. When the demand for reliability of recording is 
high, the magnetic head is made to float apart from the 

surface of the recording media to keep non-contact in 

» 

order to avoid undesirable friction between the magnetic 
bead and the recording media. However, even in such high 
reliability multiple magnetic recording system, they are 
constructed in a manner that the magnetic head contacts 
with the recording media at start or stop of the recording 
or playback. And further, since the flotation of magnetic 
head above the head face causes a spacing loss, they are 
unsuitable for a high density recording. From the above 
viewpoint, considering the adaptation for high density 
recording in future, it is- more desirable that the 
recording media contacts with the magnetic head, thereby 
to realize and retain the reliability of recording. 

That is, the magnetic recording system has a 
problem that is fundamentally different from optical 
recording system, because in the magnetic recording system 

F 

the magnetic head generally contacts the recording media. 

The aforementioned magnetic recording media, 

which has thin layer made of ferromagnetic metal such as 

Co, Cr, Ni and Fe as recording layer, has a large coercive 

force. Therefore, it is suitable for high density 

recording, for instance, vertical recording, and so on. 

! * 
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However, when a protective layer is not formed on a 
surface of the ferromagnetic metal thin layer, formation 
of effective protective layer on the recording layer is 
advantageous to protect the recording layer from a damage 
by contacting with the magnetic head, 

r 

In conventional magnetic recording media, 
wherein magnetic powder mixed with binder is applied to 
the base film as substrate, so as to avoid problem caused 
by contact of the magnetic head and the magnetic recording 
media, a substance has been aded to the binder to give 
resistance against wear and smoothness to the contact 
surface of the magnetic recording media. However, in the 
magnetic recording media having the ferromagnetic metal 
thin layer as recording layer, such improvements are 
intended in wear resistance, smoothness and running 
durability of the magnetic recording media per se as 
oxidizing surface of the recording layer or the like. 
In such case the deterioration of magnetic property of the 
recording layer can not be avoided. Therefore, it is 
necessary to keep the characteristics of the recording 
layer such as wear resistance, by forming a protective 
layer on the surface of the recording layer. And further, 
since such a protective layer brings about distance 
between the magnetic head and the recording layer, 
thickness of the protective layer should be as small as 
possible. 
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i A/ ,tj vp laver containing 
Hitherto, the protective layer <- 

i..h r f eating material and made by 
organic substance as lubricating 

vacuum vapor deposition on the surface of the 

ferromagnetic metal has been developed. But since they 

has poor wear resistance, they could not bear long time of 

use And further, although trials are made in forming the 

]ayer of amorphous carbon or graphite to the surface of 

th e ferromagnetic metal layer by vacuum vapor deposition. 

spattering or the li.ce. improvement of the smoothness was 

only to a certain extent, while sufficient wear resistance 

could not be obtained. 

in case that the above-mentioned material is 
u .ed as the protective layer of the magnetic recording 
media having a recording layer of the ferromagnetic metal 
thln layer , thiehness of the protective layer could not be 
decreased without losing the wear resistance. As a 
result, distance fro. magnetic head to magnetic recording 
media become, large, thereby generating a large spacing 
lo ss. And further, since the above-mentioned protective 
la yer is worn by contacting with the magnetic head, fine 
powd er of the protective layer material is produced and 
tfc e powder sticks to the magnetic head, hence remar k ablly 
■ iowering quality and level of output due to clogging up 
and dropout. 

Owing to the above-mentioned problems, practical 
use of the high density magnetic recording media having 
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the ferromagnetic metal thin layer as recording layer has 
been hitherto much restricted. Therefore, satisfactory 
high density recording can not be attained so long as the 
above-mentioned problems are not settled. 

To solve the above-mentioned problems, the 
protective layer which is splendid in smoothness, wear 
resistance and adhesive ability is indispensable. 
Furthermore, it is required that: substrate or base 
material (hereinafter referred to as base material) such 
as polyethylene base film (in case of tape-shaped magnetic 
recording media) is not damaged by temperature rising, 
while the protective layer is formed: a homogenous layer 
can be formed; even if the thickness of the protect layer 
is small; and the deposition rate of the protective layer 
is large, and is suitable for mass production. 

It is thought that diamond is suitable for 
material of the protective layer satisfying the* above- 
mentioned requirement. The diamond is a crystal having 
thp highest hardness in all substances, and it is extremely 
chemically stable and is considered to be splendid in the 
wear resistance and durability in various surroundings of 
usage. Concerning method for forming the thin layer of 
-the diamond, many reports have been made, and they are 
disclosed in the reference literatures as follows. 
(1) OY0KIRAIK0GAKU (Applied Mechanical Engineering), 
July/1984, "DAIAMONDO HAKUMAKU NO TEIATSUGOSEI NO 
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KENKYU" (Investigation of low pressure synthesis 
of diamond thin layer) 

(2) GENDAIKAGAKU (Modern Chemistry), September/1984, 
"DAIAMONDO NO TEIATSOGOSEI" (Low pressure synthesis 
of diamond). 

(3) NinON SANGYOGIJOTSO SHINKOKY0KAI (Japan Industrial 
Technology Promotion Association) GIJOTSU SHIRYO 
(Technical data) No. 138, June/1984, "DAIAMONDO NO 
TEIATSUGOSEI" (Low pressure synthesis of diamond) 

However, all of them are in an academic 

researching stage* and have not been put into practice. 

And further, it is very difficult to use them as a forming 

means of the diamond protective layer for the magnetic 

recording media, because the above-mentioned methods need 

heating of the base material in high temperature (above 

400^0), and the deposition velocity of layer is lower 

o 

(maximum 200 — 300 A/minute)* 

OBJECT AND SUMMARY OF TUB INVENTION 

The present invention is intended to solve the 
above— mentioned problems, and the purpose of the present 
invention is to obtain a magnetic recording media having 
protective layer which is splendid in wear resistance on a 
recording layer made of ferromagnetic metal. 

The magnetic recording media of the present 
invention comprises : 

a base material made of non-magnetic material, 
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a recording layer made of ferromagnetic material 
and disposed on the base material, and 

a protective layer disposed on the recording 
layer, the protective layer being of high hardness carbon 
of low-temperature low-pressure synthesis. 

The above-mentioned low- temperature low-pressure 
synthesis is made by blowing hydrocarbon gas plasma which 
contains at least acceelerated ion to the recording layer. 
BRIEF DESCRIPTION OF TIIE DRAWING 

FIG.l is a sectional view showing a magnetic 
recording media of an embodiment of the present invention. 

FIG. 2 is a schematic diagram of apparatus by 
which the poresent invention is put into practice. 

FIG. 3 is a schematic illustration showing an 
image of electron microscope of a cross-section of the 
high hardness carbon layer formed by the PI-CVD method. 

FIG. 4 is a schematic illustration showing an 
image of electron rays diffraction. 

FIG. 5 is a characteristic diagram showing a 
result of secondary ion mass spectroscopic analysis . 

FIG. 6 is a characteristic diagram showing a 
result of infrared spectroscopic analysis. 

FIG. 7 is a characteristic diagram showing a 
result of energy loss spectroscopic analysis. 

FIG. 8 is a characteristic diagram showing still 
durability of magnetic recording media of the present 
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invention. 

DESCRIPTION OF THE PREFERRED EMBODIMENT 

In advance of explaining an embodiment of the 
present invention, a forming method of high hardness 
carbon layer used as protective layer of the present 

invention is described. 

Methane gas as raw material of carbon layer is 
raa de plasma in a pressure of 10-100 Pa, and at least ions 
in the plasma are blown to base material by potential 
difference. Thereby, it becomes possible to form the high 
hardness carbon layer in high deposition rate of about 
5000 A/minute in normal temperature, i.e., without 
heating of base material. The above-mentioned method is 
called plasma-injection chemical vapor deposition method 
(hereinafter referred to as PI-CVD method). 

An apparatus for PI-CVD comprises a first vacuum 
chamber having plasma generating means of non-electrode 
induction coupling type, an accelerating means to 
accelerate at least ions in the plasma toward the base 
material, and a second vacuum chamber into which the base 
material is put and which is connected with the first 
vacuum chamber in a manner to make a gas circulation 
" between first and second vacuum chambers. 

Hydrocarbon gas and inactive gas, such as argon 
gas, are introduced to the first vacuum chamber which is 
evacuated in advance, and therefore the pressure of the 
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first vacuum chamber is adjusted to a predetermined 
pressure. 

The first vacuum chamber has at least one of 
introducing port through which gas is introduced, and 
further it has at least one of plasma jetting nozzle to 
blow the plasma to the base material. The hydrocarbon gas 
and the inactive gas may be mixed either before or after 
the introduction thereof into the first vacuum chamber. 

The first vacuum chamber is connected with the 
second vacuum chamber in a manner to allow the gas to flow, 
wherein pressure is lower than that of the first vacuum 
chamber. Therefore, the mixed gas is able to flow by only 
pressure difference of the two vacuum chambers. The mixed 
jras is made plasma by the prasma generation means, after 
the pressure of the first vacuum chamber is adjusted to 
predetermined pressure. 

Radio heating, microwave heating, heat 
decomposition and ion beam heating or the like may be 
conceived as plasma generation means, but among them, the 
radio heating is most desirable because it hardly raises 
temperature of the base material. 

Generated plasma is of low pressure of 10—100 
Pa and a viscous flow, and -therefore even only by pressure 
difference between the first vacuum chamber and the second 
vacuum chamber the plasma is made to blow on the base 
material. And further, when an accelerating means based 
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on direct current electric field, such that the base 
.aterial side is of negative electric potential, is used, 
tk. ions in the plasna are accelerated and blown to the 
base material. By accelerating the ions, the flow of the 
plasma is directed toward the base material, and further, 
radical species and neutral seeds or the like as well as 
the ions efficiently reach the base material, thus forcing 

a layer of carbon. 

In the radical species, carbon radicals and 
hydrocarbon radicals are greatly concerned with the 
formation of the layer. Since the carbon radicals for* 
the layer by mutual reaction of the carbon radicals, a 
hig h bonding strength layer is formed. The hydrocarbon 
radicals are decomposed into carbon atoms, hydrogen atom* 
and hydrogen radicals on surface of the base material by 
collision of ions or catalytic action of the hydrogen, 
thereby the layer being formed. 

In the plasma wherein the inactive gas such as 
the hydrocarbon and argon gas is excited, there exist 
ions and radicals of carbon, hydrocarbon, hydrogen and 
argon, and further electrons. The ions and radical 
function as catalyst for dehydrogenation of the 
hydrocarbon, and further, they suppress deposition of 
graphitic carbon, thereby realizing deposition of only 
diamond type structure carbon. 

Argon ions in the plasma are accelerated by 

10 
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accelerating means and they bombard the surface of the 
base material. By bombard energy, carbon-hydrogen bonds 
on the surface of layer are cut, and carbon content of the 
layer increases, and furthermore some parts of bonds 
between carbons are changed into diamond structure. 
Moreover, since electrolytic dissociation voltage of 
hydrocarbon gas such as methane gas is 8 — 10 eV while a 
metastable voltage of argon gas is 11.53 eV, generation of 
the plasma is promoted and stabilized by Penning effect. 

Next, PI-CVD apparatus is explained concretely 
in detail with reference to FIG, 2. 

FIG. 2 is a schematic diagram showing an example of 
the PI-CVD apparatus* A plasma tube 1 is connected with 
vacuum chamber 5 in a manner that output part 2 disposed 
on the tip of the plasma tube opposits to the base 
material 6 which is held on a base material setting stand 
10. A coil 3 is wound around circumference of the plasma 
tube. An accelerating electrode 4, which is set at right 
angle to the flow direction of the plasma, is installed in 
the pi asms tube 1. A direct current electric field is 
applied between the accelerating electrode 4 and the base 
material 6 from direct current power supply 7. The plasma 
tube 1 and the vacuum chamber 5 are evacuated by a vacuum 
pump through a main valve 14. Therefore, by monitoring the 
pressure by Pirani guage 13, methane gas 11 and argon gas 
12 are introduced, and high frequency voltage is applied 
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to an exciting coil 3 from high frequency power supply 9 
through a matching box 8. Thereby the gas in the chamber 
is excited into plasma state. The plasma blows to the 
base material 6 by the pressure difference between the 
plasma tube 1 and the vacuum chamber 5 and by acceleration 
of the ion therein by application of the direct current 
electric field to the plasma. Thus, a high hardness 
carbon layer is formed on the surface of the base material 
6. 

As mentioned above, by the PI-CVD method, it is 
possible to form the high hardness carbon having a 
Vicker's hardness of above 2000 Kg/mm^ in normal 
temperature without heating, and high growth rate of 

o 

maximum 5000 A/minute is obtainable. Therefore the PI-CVD 
method is suitable for mass production. 

Next, component and crystal structure of the 
layer formed by the PI-CVD method is described. 

The layer formed by the PI-CVD method is very 
much homogenous in every direction as shown in FIG. 3, 
which is a sketch of an electromicroscopic photograph. 
Through an electron rays diffraction analysis, it is found 
that ring or spot to show existence of crystal in an 
electron rays diffraction image can not be observed at 
all. As shown in FIG. 4, which is a sketch of an 
electromicroscopic photograph, the high hardnenss 
carbon layer formed by PI-CVD method is of non-crystal 
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(amorphous state) structure. 

FIG. 5 is a graph which shows result of secondary 
ion mass analysis for component in a direction of 
thickness of the high hardness carbon layer formed on the 
silicon base film. As shown in FIG. 5, the high hardness 
carbon layer formed by PI-CVD method comprises carbon and 
hydrogen, and is homogenous in the direction of thickness. 
An SIMS analysis superficially shows that content of 
hydrogen is rather high, but this is caused by that 
sensitivity of hydrogen is higher than that of carbon in 
SIMS analysis. However, as a result from infrared 
spectroscopic analysis, it is considered that the content 
of hydrogen in the layer is small (under 5 X), and almost 
component of the layer is carbon atoms; and this is 
confirmed by a fact that a peak showing an existence of 
the carbon-hydrogen bond can not be observed at all. And 
further, residual gas, such as oxygen, and inactive gas 
besides hydrogen gas, such as argon are contained in the 
high hardness carbon layer, but they do not influence upon 
characteristic of the layer. 

Next, a result of energy loss spectroscopic 
analysis for bonding structure of carbon atom is shown in 
FIG. 7. As substances constructed of carbon atoms, there 
are three kinds of substances, namely, amorphous carbon 
(such as soot), graphite and diamond. And, as shows in 
FIG. 7, for. the graphite, plasmon peak based on u electron 
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is observed clearly at 6—7 eV of energy loss, and 
further, even for the amorphous, the plasmon peak is' 
observed to a certain extent. On the other hand, for the 
diamond, the plasmon peak is not observed at all. 
Therefore, it become significant criterion for 
distinguishing a diamolnd structure from the other 
structure whether the plasmon peak is observed or not. 
And further, the plasmon peak observed at above 20 eV of 
the energy loss (graphite: 26.5 eV, diamond: 23 eV — 35 
eV) are based on whole valence electron, and they depend 
on density thereof. 

As mentioned above, in the PI-CVD method, at 
least ion in the plasma is accelerated, and hard layer is 
formed. However, when the ion is not accelerated, 
resultant layer is relatively soft (Vicker's hardness: 
below 1500 Kg/mm 2 ). Observing the energy loss spectrum, 
though slight, the plasmon peak is observed at 6 — 7 eV of 
the energy loss. On the other hand, for hard layer 
wherein the ion is accelerated in deposition process 
thereof, the plasmon peak is not observed at 6 — 7 eV of 
the energy loss. 

From the above, it is considered that crystal 
structure of the high hardness carbon layer formed by PI- 
CVD method is of diamond structure carbon, although 
graphite structure carbon and amorphous carbon are partly 
contained. And further, plasmon peak based on valence 
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electron is observed at 24—25 eV of the energy loss, and 
it does not agree with the plasmon peaks of graphite and 
diamond. It is considered that small amount of the 
grnphite structure or amorphous are contained in the 

diamond structure. 

As a result of the above-mentioned analyses, it 
is considered that the high hardness carbon layer formed 
by PI-CVD method is non-crystal carbon layer wherein the 
graphite carbon, the amorphous carbon and hydrogen are 
partly contained in the diamond structure carbon. 
Hereinafter, the high hardness carbon layer formed by the 
PI-CVD method is referred to as amorphous diamond layer. 

In the high hardness carbon layer formed by 
conventional method, since the diamond crystal is dotted 
in single crystal of the diamond or the amorphous carbon, 
the layer is not of complete non-crystal and is 
fundamentally different from the amorphous diamond layer. 

The amorphous diamond layer shows Vicker's 
hardness of above 2000 Kg/mm 2 and is splendid in the wear 
resistance, and further its coefficient of friction 
measured by using a steel ball is less than 0.1, and is no 
more than that of magnetic tape which contains lubricant. 
"Moreover, the amorphous diamond layer is splendid in 
radiation of frictional heat, because it has a thermal 
conductivity of about 0.6 Cal/cnr sec- C° , which is equal to 
metal. 

15 



0194675 



However, it is necessary for the base material 
to satisfy following two conditions. 

First one of the two conditions in that specific 
resistance of the base material is less than about 10*3 
Jl*cm. The reason of this is that materials having a 
specific resistance of more than 10*3 12-cm shows a 
characteristic of an insulation material, and when the 
insulation material is bombard by plasma containing 
accelerated ion it is charged with electricity and repells 
the ion, and thereby, it becomes impossible to form a firm 
layer. And further, when neutralization means such as 
irradiation of electron beam is taken, it is possible to 
form the firm layer, but the materials having a specific 
resistance of more than 10* 3 fl-cm is not preferable, since 
construction of apparatus becomes complicated. 

Another condition is that the base material has 
a large chemical affinity with carbon and strong bonding 
strength of among atoms in carbide which is farmed by the 
PI-CVD method. 

Materials of the base which satisfy the above- 
mentioned two conditions are metals such as Al, Be, Co, 
Cr, Fe, Mu, Ni, Zn, Hf, V, Nb, Ta, Mo and W, alloys 
containing the above-mentioned metals as main component 
and semiconductors of Si, Ge, B and SiC and the like. 
Particularly, for Si, B and Cr, it is desirable that these 
ones strongly combine with carbon in covalent bond or the 
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like. 

The specific resistance of the amorphous diamond 
layer is about 10 7 — 10 13 G*cra, and satisfy the abover 
mentioned first condition. 

The ferromagnetic materials such as Co, Cr, Fe 
and Ni satisfy the above-mentioned two conditions, and 
therefore, it is possible to form the strong amorphous 
diamond layer on the surface thereof. 

For instance, in case of tape-shaped magnetic 
recording media, mass production-ability is required, and 
furthermore, temperature during formation of the 
protective layer is limited, for a case of using 
polyethylene or the like as base film. The formation of 
the amorphous diamond layer on the surface of such a 
recording media is realized by the PI-CVD method for the 
first time. 

As mentioned above, it is possible to form the 
amorphous diamond layer on the surface of recording layer 
made of the ferromagnetic metal, such as Co, Cr, Ni and Fe 
by PI-CVD method. Particularly in case of the 
ferromagnetic metal layer containing Co and Cr, strong 
layer is formed because rather large amount of Cr is 
maldistributed in surface part of the layer. 

The amorphous diamond layer is of amorphous 
state, and its characteristic resembles a diamond, and 
therefore, it is possible to protect the recording layer 
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very much efficiently. Since the amorphous diamond layer 
is of amorphous state, it is soft to a certain extent. 
Therefore, it is effective for protective layer of the 
recording layer on a flexible base film such as 
polyethylene. 

And further, as the protective layer a thickness 
of the amaorphous diamond layer of even under 1000 % is 
enough, because the amorphous diamond layer is splendid in 
strength and wear resistance. Since the distance from the 
recording layer to the magnetic head can be made small, 
the amorphous diamond layer is suitable for the high 
density recording. And further, as far as an appropriate 
attention is given to state of contact with the magnetic 
head, a high recording reliability is realized even for 
the thickness of the layer of below 500 A. 

As mentioned above, the specific resistance of 
the amorphous diamond layer is 10 7 — 10 13 Jl«cm, and 
therefore, undesirable static charging of the amorphous 
diamond layer is smaller in comparison with glass layer or 
the like which shows a specific resistance of about 
10 17 ft-cra. Consequently, in case that, the amorphous 
diamond layer is' used as surface protective layer of disk- 
shaped magnetic recording media, accumulation of fine dust 
or the like onto the protective layer can be prevented, 
because electrification of the static electricity based on 
contact with the magnetic head and friction with the air 

18 
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is decreased. 

<EXAMPLE> 

An embodiment of the present invention is shown 
in FIG.l. Base material 16 in the form of card, disk or 
the like, is made of non-magnetic substance such as 
plastics, glass and metal. Recording layer 15 made of 
ferromagnetic metal such as Co, Cr, Ni and Fe is formed by 
means of such as vacuum vapor deposition or sputtering, 
and thickness thereof is made about 1000—3000 A. For 
instance, in case of vertical magnetic recording layer, by 
adding 10 — 30 * Cr to Co as main component, column-shaped 
structure of Co is formed and Cr segregates 
intercrystalline of the column-shaped structure of Co. In 
this case, surface part of the recording layer is rich in 
Cr. 

Amorphous diamond layer 14 is formed by the PI- 
CVD method on the recording layer 15. Fir instance, in 
case of the vertical recording layer made of Co and Cr, 
the amorphous diamond layer formed has a large adhesive 
strength, since, as mentioned above, the surface of the 
.recording layer is rich in Cr. Usable thickness of the 
amorphous diamond layer is below 1000 °A, and particularly, 
thickness of below 300 A is preferable. Practically, the 
thickness is determined depending on demand for recording 
reliability or characteristic of magnetic recording 
apparatus. 
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Result of an examination for still durability of 
tape-shaped magnetic recording media having metal thin 
layer as recording layer (hereinafter referred to as ME 
tape) is shown in FIG. 8. In this examination, said metal 
thin layer is made of Co, Ni and oxide thereof; tension of 
the ME tape is 10 g; winding angle around a cylinder of 40 
mm in diameter having rotating heads thereon is 180°. In 
the above-mentioned examination, the same place of the 
protective layer is made contact with the rotating head, 
and thus the condition of the examination is rather 
severe. 

As shown in FIG. 8, for non-treated ME tape which 
has no protective layer, the recording layer is entirely 
worn out, and output level graeally lowers in about 1.6 
hours (numbers of running of the heads are about 180,000 
passes). And further, for ME tape having a protective 
layer made of organic substance containing fluoline of a 
thickness of about 200 A, serious damage is made, and 
output level lowers in about 6.5 hours of (numbers of 
running of the heads are about 700,000 pass). 

On the other hand, for the ME tape having the 
amorphous diamond layer of 100 k in the thickness, after 
above 100 hours has elapsed (the numbers of running of the 
head is above ten million pass) the output level is not 
lowered, and further damage is not observed on the 
magnetic head and the ME tape. As mentioned above, 

20 
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running durability of the ME tape is very much improved, 
by forming the amorphous diamond layer having thickness of 
about 100 X as protective layer. 

Maximum deposition rate of the amorphous diamond 
layer reaches 5000 A/minute. And further, it become 
possible to continuously form the recording layer 15 and 
the amorphous diamolnd layer to the tape-shaped 
(continuous sheet-shaped) base material in inline system 
(system of successive formings of magnetic layer and the 
protective layer). And further, when the deposition rate 
of the amorphous diamond layer 14 is lower than that of 
the recording layer 15, the above-mentioned two layers may 
be formed respectively with different apparatus. 

In case that the amorphous diamond layer 14 is 
formed on the recording layer by the PI-CVD method, the 
surface of the recording layer 15 may be cleaned in 
advance by plasma of argon or oxygen or the like. And 
further, it is allowable that in order. to more improve the 
durability, of the recording media and more decrease the 
frictional resistance thereof, various surface treatments 
may be made and other protective layer may be formed on 
the back surface 'of the base material 16 and on the 
surface of the amorphous diamond layer. 

As mentioned above, the amorphous diamond layer 
in the present invention has splendid characteristics such 
as high hardness, small frictional resistance, excellent 
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thermal conductivity and great chemical stability. 
Therefore, in case that recording or playback is made on 
the condition that the magnetic head contacts with the 
surface of the protective layer disposed on the 
ferromagnetic metal layer as recording layer, the 

r 

recording layer can be protected for long time without 
damage of the magnetic head. 

Accordingly, the magnetic recording media of the 
present invention is very much effective to realize the 
high density magnetic recording by using the ferromagnetic 
metal layer as recording layer. 
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WHAT IS CLAIMED IS 

1. Magnetic recording media comprising: 

a base material (16) made of non-magnetic material, 

a recording layer (15) node of ferromagnetic material 
and disposed on said base material (16), 

a protective layer (14) disposed on said recording 
layer (15) , and 

said protective layer (14) being of high hardness 
carbon of low-temperature low pressure synthesis. 

2. Magnetic recording media in accordance with 
claim 1, wherein 

said high hardness carbon layer is amorphous 
carbon layer mainly composed of diamond structure carbon. 

3. Magnetic recording media in accordance with 
claim 1 , wherein 

said high hardness carbon layer is amorphous 
carbon layer containing graphite structure carbon in 
diamond structure carbon. 

4. Magnetic recording media in accordance with 
claim l r wherein 

said high hardness carbon layer is amorphous 
carbon layer containing amorphous carbon other than said 
graphite structure carbon. 

5. Magnetic recording media in accordance with 
claim 1, wherein 

said high hardness carbon layer is amorphous 
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carbon layer containing graphite structure carbon ano 
amorphous carbon other than said graphite structure 
carbon. 

6. Magnetic recording media in accordance with 
claim 1, wherein 

hardness of said high hardness carbon layer is 
above 2000 Kg/mm^ in Vicker's hardness. 

7. Magnetic recording media in accordance with 
claim 1, wherein 

specific resistance of said high hardness carbon 
layer is from 10 7 SI* cm to 10 13 fl* cm. 

8. Making method for magnetic recording media 
characterized in that: 

a recording layer (15) made of fe r r o magnetic mater ial 
is formed on base material (16) by sputtering or vapor 
deposition method and 

a protective layer (14) made of amorphous diamond is 
formed on recording layer (15) under a lcw^temperature and a 
low-pressure by blowing hydrocarbon gas plasma which 
contains at least accelerated ion, and 

said recording layer (15) and said protective layer 
(14) are formed successively in the same chamber. 
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FIG, 5 
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FIG, 8 



2 
0 
2 
4 
6 



Used head 

CH 1: 
CH 2: 



Amorphous head 
Ferrite head 




Tape tention: 10 g 



\ Non- 
treatment 
MB tape 

Serious 
damaae 



v 0 8 — 

ME tape having protective 
layer made of amorphous o 
diamond (thickness: 100A) 



ME tape having protective layer made of 
organic matter (thickness: above 200A) 



Serious datnacre 



0 
0 



10 15 

Head running period (Hr) 



20 100 



50 100 150 

Head running number 
(ten thousand pass) 



200 1000 



European Patent 
Office 



EUROPEAN SEARCH REPORT 



0194675 

.Application numbw 



DOCUMENTS CONSIDERED TO BE RELEVANT 



EP 86103348.8 



Category 



Citation of document with indication. where appropriate* 
of relevant paaeages 



Relevant 
to claim 



CLASSIFICATION OF THE 
APPLICATION (Int CM) 



US - A - 4 503 125 (NELSON) 
* Abstract; claiml * 



DP - A - 1Q9 101 (BROCKEL et al . ) 
* Claims 1-3 * 



EP - Al - 0 026 496 (DATA POINT) 
* Abstract; claim 1 * 



DE - Al - 3 .027 162 (DATAPOINT) 
* Claim 1 * 



DE - Al - 2 522 780 (FUJI PHOTO) 
* Claim 5 * 



The preaent March report ha» boon drawn up for aHclatme 



G 11 B 5/71 



TECHNICAL FIELDS 
SEARCHED (Int CM> 



G 11 B 5/00 
H 01 F 10/00 
H 01 F 41/00 



Place of search 

VIENNA 



Da* of completion of the March 

11-06-1986 



Examiner 

BERGER 



CATEGORY OF CITED DOCUMENTS 



: particularly relevant if taken alone 
: particuUrty relevant if combined with another 

document of the seme category 
: technolOQical background 
0 : non-written disclosure 
P : Intermediate document 



T 
E 

0 
L 



theory or principle underlying the invention 
•fd*L p Vft m document but published on. or 
after the) filing data 
document citod In the application 
document eited for other reasons 



